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Amendments to the Claims: 

This listing of claims will replace all prior versions and listings of claims in the 
application: 

T^istinfi ofaaims; 

1. (Currently Amended) A paint for plastic or metallic materials comprising: 

a) one or ixiore acrylic-based resins that can undergo cross-linking solely by 
exposure to ultraviolet (UV) radiation; 

b) one or more photo-initiators as sources of free radicals present in an amount 
ranging between 0.5 wt% and 5.0 wt%, to induce cross-linking of said acrylic resin in the 
presence of UV radiation; 

c) one or more fillers; 

d) a dispersion of waxes in solvents for orienting said fillers; and 

e) levelling additives; 

in which wherein said acrylic-based resin comprises a urethane-acrylate 
oligomer in a weight percentage of between 30 wt% and 60 wt%. 

2. (Previously Presented) The paint according to Claim 1, wherein said urettiane-acrylate 
oligomer is of an aromatic type. 

3. OPreviously Presented) The paint accordmg to Claim 1, wherein said urethane^acrylate 
oligom^ is of a bijEunctional type. 
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4. (Previously Presented) The paint according to Claim 1, wherein the paint comprises a 
multifunctional acrylic monomeric reactive diluent. 

5. (Previously Presented) The paint according to Claim 4, wherein said multifunctional 
acrylic monomeric reactive diluent is of a bifunctional type. 

6. Cancelled 

7. (Cunrently Amended) The paint according to Claim [[6]] L wherein said wax is an 
eihylene-acrylic acid ^AA) copolymer or an ethylene-vinyl-acetate (EVA) copolymer, or 
mixtures thereo£ 

8. (Currently Amended) The paint according to Claim 1, finther comprising a thixotropic 
and anti'Settling agent. 

9. ^Previously Presented) The paint according to Claim 8, wherein said thixotropic and 
anti-settling agent is silica-based. 

10- (Previously Presented) The paint according to Claim 8, wherein said thixotropic and 
anti-settling agent is silica-based. 

1 1 . (Cuirently Amended) The paint according to Claim 10, wherein said pigmenting 
inorganic filler comprises a mica nucleus coated with an oxide layer, where tiie oxide is fihese 
chosen fioni among titanium dioxide, iron oxide, and mixture thereof. 

1 2. (Currently Amended) The paint according to Claim 1 , wherein the paint comprises a 
pigment. 

13. (Previously Presented) The paint according to Claim 12, wherein said pigment is 
incorporated into a paste with a base of epoxy-acrylate resin and an acrylate monomer, which 
can undCTgo cross-linking by exposure to UV radiation. 
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14. (Previously Presented) The paint according to Claim 1, whereinthe leveUing additives 
are silicone monomers or oUgomers with acryKc functionality that can undergo cross-linking by 
means of UV ladiatian, and hydioxyfimctional silicone monomers or oligomers. 

15. (Previously Presented) The paint according to Claim 1, wherein the paint comprises a 
mixture of two photo-initiators. 

16. (Previously Presented) The paint according to Claim 15. wherein said mixture of photo- 
initiatois is a mixwre of bisacylphosphine oxide and ot-hydroxyalkylphenyl ketone. 

17. (Currently Amended) A method for painting plastic or metallic substrates, comprising 
the appUcalion of a paint according to claim 1. wherein on said substrate, said paint is cross 
linked by exposure to ultraviolet radiation. 

18. (Cuirently Amended) The method according to Qaim 17, wherein the qiplication of said 
paint on the substrate talcofl plaoo by comprises electrostatic spraying ( olQOtroopraying). 

19. (Previously Presented) The method according to Claim 17, wherein in order to fecilitate 
application by spraying of said paint, the paint is diluted with appropriate solvents mixed in the 
step immediately prior to ^plication. 

20. (Currentty Amended) The method according to Claim 1 7, wherein the paint comprises 
the appMcation of an electrostatic primer on the substrate to pyoy^d^ bestow tho lattor conductive 
properties to the substrate prior to the painting stqp. 

21. (Previously Presented) The method according to Claim 17, wherem the method 
comprises, after the painting step, a flash-period step in which the painted substrate is heated to a 
temperature of between 40* and 60°C to ehminate the excess solvent present prior to UV 
uradiation. 
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22. (Previously Presented) The method according to Claim 17, wherein said substrate is a 
housing for ceUphones. 

23. (Currently Amended) A method far painting cellphone housings comprising: 

positioning of said housings on suitable sample-holders and transfer thereof by 
means of a conveyor into a treatment area; 

plication of an electrostatic primer on the surface of said housings to render 
them ccmductive; 

spraying of a paint uu c ording to Claim 1. for pll^c pr metallic materials, the 
paint efttworisine: 

a ) one or more arrvKc-based resins that ca n undergo cross-linking by 
ac posure to ultraviolet (UV\ radiation. w b «rem said acrvlic-based resin comprises 
ft urelhane-aervlate oUcomer in a weigh t T>ercentage of between 30 wt% and 60 
wt%: 

^) one or more photo-initiators as sourc es of free raHiV.alfi present in an 
flmonntrangitiP between 0/; wtV» and 5.0 wr%. to induce cross-linldnB of said 
afj y'ie resin in the presence of T TV rariiation: 

one or more fillers: 
A\ A dispersion of waxe s m fiolvenia fnr orienting said fillets; and 

leveling additives: 

wherein with the use of two guns oriented on the top part of said housings and of 



one 



gun oriented towards the bottom side part of said housmgs, said housings ^assttg 
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pass twice m &oat of said guns, a first time in a direction with right-spin rotation and a 
second time in the opposite direction with left-spin rotation; 

heating of the painted housmgs to a temperature of between 40-60°C to evaporate 
part of the solvent present in die paint; and 

irradiation by means of UV light of the pamtcd housings to obtain cross-linking of 
said paint. 
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